AMENDMENTS TO THE CLAIMS 



Kindly cancel claims 1-21, 23-43, and 45. 

CLAIMS 

What is claimed is: 
1-21 (cancelled) 

22. (currently amended) A polyethylene composition comprising: 

(a) a first polyethylene having a melt index of 0.4 to 3.0 g/10 min and a density of 
from 0.910 to 0.930 g/cm 3 ; and 

(b) a second polyethylene having a melt index of 10 to 30 g/10 min and a density of 
0.945 to 0.975 g/cm 3 ,wherein the com position has a density of from 0.930 to 
0.955 g/cm 3 and a melt index of 1 .5 to 12 g/10 min. wherein the first and second 
polyethylenes differ in density by from 0.030 to 0.048 g/cm . wherein at least one 
of the first and second polyethylenes comprises a blend of two or more 
polyethylene resins. 

23-43 (cancelled) 

44. (currently amended) A rotomolded article comprising a polyethylene composition, the 
polyethylene composition comprising: 

(a) a first polyethylene having a melt index of 0.4 to 3.0 g/10 min and a density of 
from 0.910 to 0.930 g/cm 3 ; and 

(b) a second polyethylene having a melt index of 10 to 30 g/10 min and a density of 
0.945 to 0.975 g/cm 3 , 

wherein the composition has a density of from 0.930 to 0.955 g/cm 3 and a melt index of 1.5 to 12 
g/10 min, wherein the first and second polyethylenes differ in density by from 0.030 to 
0.048 g/cm 3 , and wherein at least one of the first and second polyethylenes comprises a 
blend of two or more polyethylene resins. 

45. (cancelled) 
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SUPPORT FOR THE AMENDMENT 

The support for the amendment to Claims 22 and 44 is found in previously presented 
Claims 22 and 44, which are now merely rewritten in independent form. 
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